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CLAIM AMENDMENTS 

This listing of claims will replace all prior versions, and listings of 
claims in the application. 
Listing of Claims: 

Claim 1 (Currently amended) A» iHte^ated-waterproofing membrane to be 
applied on a surface substrate_ comprising a midepe l ayer of bitumen based 
waterproofing material having opposite first and second sides and having a 
thickness of from 0-5 mm to 4 mm:* s aid waterp roofing material having the 
property of outwardly diffusing under th e ac tio n of heat, said first aid e b e ing 
fixodly coated with aft law of impervious surfacing material oompoaed-^f 
matter that i fl- incapablo of tmnouding and which i& -directly adh o ront adhered 
to said wnt ^ rpmnfiTig material-first $ide of the middl e laverwhen appli ed 
mercto ; a su pport sheet layer made of a porous material said second cidc being 
s eated with a oolid, porous adher e nt a nd haying a first and second surface 
with the first surface directly adhered Gupport sheet compoaod of mat e rial 
allowing paosago of diffusing portiona of said waterproofing mat o rial through 
fe e-pores' of paid adherent support shoot, Gaid diffusing portions contacting a 
surfac e on whioh said integrated waterproofing membrane is to be ap pHedrto 
the second side of the middle laver bv means of th e waterproofing material 
transuding partially into the pores of the support shee t: and an adhesive 
coating to be partially transuded into the pores of tlie s upport sheet and to be 
adhered to the substrate. 

Claim 2 (Cancelled) 

Claim 3 (Cancelled) 

Claim 4 (Currently amended) The integrated— waterproofing membrane of 
claim 5-L wherein said bitumen is a polymer-modified asphalt- 
Claim 5 (Cancelled) 
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Claim 6 (Currently amended) The integrat e d w aterproofing membrane of 
claim 1, wherein said impervious surfacing material is a material that is 
incapable of transuding and ia selected from the group consisting of a 
polymer, a resin, a plastic, a metal, a polyester, a polypropylene, a 
polybutylene, a polyimide, a polycarbonate, a polyamide, a polyethylene, a 
polystyrene, a polyvinylchloride, a fluoroplastic, a sulfone polymer, and a 
polyvinylidene chloride. 

Claim 7 (Currently amended) The integrated w aterproofing membrane of 
claim 1, wherein said support sheet is composed of fiber, said fiber 
comprising Kraft paper, a fabric, or a mixture thereof. 

Claim 8 (Currently amended) The integrat e d waterproofing membrane of 
claim 44, wherein said waterproofing material further comprises up to 40% by 
weight of a filler. 

Claim 9 (Currently amended) The in tegrat e d waterproofing membrane of 
claim 1, wherein said waterproofing material comprises between 50 to 100% 
of bitumen, and up to 50% by weight of at least one copolymer, wherein 
combination of said bitumen and said copolymer forms 100% of said 
waterproofing material. 

Claim 10 (Currently amended) The integrated w aterproofing membrane of 
claim 9, wherein said copolymer is styrene-butadiene-styrene, ethylene, 
propylene, butene, a derivative or a mixture thereof. 
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